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© Aspect ratio measurement 

© A method and apparatus are disclosed for obtaining a measurement indicative of the aspect ratio of non- 
spherical particles in suspension. Conductivity of the suspension is measured for two different orientations of the 
particles between points (5,6) and the difference between the conductivities measured is used as an indication of 
the particle aspect ratio. The particle orientation will be aligned in one measurement and in the other may be 
aligned and transverse to the first orientation. direction or random. Alternatively there may be a single aligned 
orientation but transversely directed conductivity measurements. 
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The present invention relates in general to the measurement of the average aspect ratio of non- 
spherical, e.g. platelet-like, particles in a suspension and in particular, although not exclusively to the 
measurement of the aspect ratio of kaolin particles in suspension in a fluid. 

Some industrial processers using particulate material may require that the particulate material has a 

5 certain average particle aspect ratio so as to achieve a desired performance characteristic from the 
production process. For example, in a paper coating process using kaolin particles in aqueous suspension 
the surface finish on the paper is determined by the average particle aspect ratio of the kaolin particles in 
the suspension. Different average aspect ratios will produce different paper surface finishes. If the paper 
manufacturer requires a smooth glossy surface, the aspect ratio will be significantly different from that 

70 required to produce a matt, more ink-absorbent, surface. By the expression "aspect ratio" of a particle as 
used with reference to platelet-like particles, e.g. for paper processing, is meant "the diameter of a circle of 
area equivalent to that of the face of a particle relative to the mean thickness of that particle". This is 
illustrated in Figure 5 of the accompanying drawings. In this figure a kaolin particle P is shown with a 
superimposed circle having an area equivalent to that of the face of the particle. The diameter of that circle 

ts is d, the thickness of the particle is t and the aspect ratio of the particle is ? . 

~A simple and inexpensive method of measuring the aspect ratio of kaolin particles during production 
would be extremely advantageous. In the past the aspect ratios of production samples of kaolin particles 
have been determined using electron-micrographs. Electron-micrographs are, however, both expensive and 
time consuming to make. For example to carry out 10 such electron-micrographs may take a day and a half 

20 using highly experienced and skilled staff at a present day cost of approximately £60 per electron- 
micrograph. 

For other processes a different aspect ratio may be under consideration from the aspect ratio 
mentioned above related to paper coating. For example, if the process uses particles of needle-iike 
structure the aspect ratio could be the length of the particle divided by the average diameter of the particle. 
25 A general definition of what is meant by the term "aspect ratio" in relation to a particle could thus be given 
as being the ratio of the mean major to the mean minor dimension of the particle. What is the relevant 
mean major dimension and what is the relevant mean minor dimension may differ for the different type of 
particles, as indicated above. In the case of the kaolin particles, and for example also for similar particles 
such as mica or talc, the major dimension is the diameter of the circle of equivalent area and the minor 
30 dimension is the thickness of the particle. In the case of needle-like particles the major dimension is the 
length of the needle-like particle and the minor dimension is the diameter of the needle-like particle. 

The present invention seeks to provide a method, of measuring or providing a comparative indication of 
the average aspect ratio of non-spherical particles, which is simple and of adequate accuracy when 
compared, for example, with the above-mentioned electron-micrograph method. The absolute value of 
35 aspect ratio may not be measured or measurable but the arrangement may simply be used to provide a 
comparative measurement or for production of a control signal used in a production process. 

According to a first aspect of the present invention there is provided a method of obtaining a measure 
of the average aspect ratio of non-spherical particles comprising the steps of: 

obtaining a fully-deflocculated suspension of the particles; 
40 taking a first conductivity measurement of the particle suspension with the particles having one form of 
orientation between points of measurement of the conductivity; 

taking a second conductivity measurement of the particle suspension with the particles having a form of 
orientation, different from said one form, between points of measurement of the conductivity; and 

using the difference in the two conductivity measurements as a measure of the average aspect ratio of 
45 the particles in suspension. 

To provide said one form of orientation and to provide said different form of orientation it would be 
possible to measure the conductivity between the same two points in each step and to change the 
orientation of the particles between the points in each of the conductivity measuring steps. 

In one step the particles could be orientated in a particular direction and in the other step the particles 
so could be orientated in a transverse direction or alternatively allowed to take up random orientation under 
Brownian motion. 

Orientation could be effected by applying a field to the suspension. 

The same effect could be achieved by keeping the orientation of the particles in one direction but 
measuring conductivity between two pairs of points in transverse directions. 
55 According to a second aspect of the present invention there is provided a method of determining the 
average aspect ratio of non-spherical shaped particles comprising the steps of: 

producing a fully-deflocculated suspension of the particles; 

orienting the particles in the suspension and measuring the conductivity of the oriented particle 
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suspension; 

allowing the particles to become randomly oriented and measuring the conductivity of the randomly 
oriented particle suspension; and 

using the difference in the two conductivity measurements to determine the average aspect ratio of the 
5 particles in the suspension. 

According to a third aspect of the present invention there is provided a method of providing a 
parameter indicative of the weight average aspect ratio of non-spherical shaped particles comprising the 
steps of: 

producing a fully-deflocculated suspension of the particles; 
10 orienting the particles in the suspension and measuring the conductivity of the oriented particle 
suspension; 

allowing the particles to become randomly oriented and measuring the conductivity of the randomly 
oriented particle suspension; and 

using the difference in the two conductivity measurements as a parameter indicating the average 
75 aspect ratio of the particles in the suspension. 

The method seeks to provide a method of comparing the average aspect ratios of different samples of 
non-spherical particles for comparison of different samples of the particles in suspension and which can 
provide an indication of the suitability of the average aspect ratio measurement for a particular use. In other 
words the result may be used to check the suitability of a particle sample for, or to control blending of 
20 different materials to achieve a suitable sample for, use in a particular process. 

The measurement method has proved particularly useful when applied to kaolin particles and at present 
the preferred method of orienting the particles is to apply a shear field to the particles by providing flow in 
the suspension used for the conductivity measurement. The shear may be transverse or longitudinal to the 
direction of flow. Ceasing flow of the suspension causes the particles to settle under Brownian motion into a 
25 random orientation after a period of time and the second conductivity measurement is taken after the lapse 
of such a period of time following the cessation of flow. Fields other than flow shear fields can be applied to 
the particles in suspension to effect their orientation. For example electric or magnetic fields or an acoustic 
shear field may be used. 

For a better understanding of the present invention and the way in which it may be carried into effect 
30 reference will now be made, by way of example, to the accompanying drawings in which: 

Figure 1 shows apparatus for use in the method of determining aspect ratio according to the invention; 
Figure 2 shows a curve for calculated values of change in conductivity between flowing and non flowing 
particle suspensions with differing particle aspect ratios; 

Figure 3 shows measured values of percentage change in conductivity between flowing and non-flowing 
35 particle suspension for different particle aspect ratios; 

Figure 4 is a diagrammatic representation of a particle and its equivalent surface conductance. 
Figure 5 shows a platelet-like particle; 

Figure 6 shows a curve representing change in suspension conductivity for differing mixtures of kaolin 
and ground marble; 

40 Figure 7 shows a curve representing change in suspension conductivity for change in concentration of 
solids in an aqueous suspension; and 

Figure 8 shows a curve representing the correlation between aspect ratio measured using the apparatus 
of Figure 1 and aspect ratio determined using a scanning electron microscope. 

Figure 1 shows in diagrammatic form an apparatus for measuring the conductivity of a suspension 
45 under flowing and non-flowing conditions in a tube. The apparatus comprises a reservoir 1 of particles in 
suspension. A peristaltic pump 2 is connected by an input pipe 3 to the reservoir and by an output pipe 4 to 
a conductivity measuring section, formed by two carbon electrodes 5 and 6, each having a bore 
therethrough, and a non-conductive tube 7 interconnecting the bores in the two electrodes. The pipe 4 is 
tightly fitted into the opposite end of the bore of carbon electrode 5 from the pipe 7, with a gap being left 
50 between the ends of the pipes 4 and 7. Similarly an output pipe 8 for the suspension is a tight fit in the 
opposite end of the bore of electrode 6 from the pipe 7 and, again, the ends of pipes 7 and 8 are spaced 
apart inside the bore in the electrode. 

An electrical connection is made from each carbon electrode 5 and 6 to a conductivity meter 9 which in 
turn feeds an output to a chart recorder 10. 
55 In operation the suspension in the reservoir 1 is kept in a regularly stirred state with sufficient de- 
flocculant added to ensure that the suspension is completely de-flocculated. The peristaltic pump is used to 
pump suspension from the reservoir 1 through the measuring section of the apparatus comprising the 
electrodes 5 and 6 and non-conductive tube 7. Using the conductivity meter 9 the conductivity of the 
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suspension in the tube is measured and the result recorded on the chart recorder 10. Conductivity 
measurements of the suspension in the tube are taken with the pump operating and with the pump off. The 
measurement of conductivity in the absence of flow is taken a sufficient time after cessation of flow to allow 
for the particles to settle and assume by Brownian motion a random orientation in the suspension. 
5 Whilst the invention is not dependent upon the accuracy or otherwise of the theory now to be advanced 
it is believed that the following theoretical derivation for the non-flowing and flowing suspension conductivity 
indicate how the difference in these conductivities is a measure of the average aspect ratio of the particles 
in suspension. 

In 1924 H. Fricke (Phys. Rev. 214 PP575-587, 1924) provided a theoretical derivation of the conductivity 
to of randomly oriented ellipsoidal particles in suspension, as set out below. 

If the particles in a suspension are modelled as oblate spheroids in random orientation, then the specific 
conductivity per unit volume of the suspension (K R ) can be expressed as! 

75 3 - (3 + 2 (Kj/Kj) . A) 

K R = K, El 

3 - Q (3 + 2A) 



20 where 

Ki is the conductivity of the fluid phase 

K2 is the conductivity of the particles 

p is the fractional volume occupied by the particles 

and 

25 



30 



35 



AO 



E2 



2 + 2(1 - M).(K 2 /K X - 1) 2 + M.dVKj -1) 

where M is a function of the particle shape. 

In the case of oblate spheroids, which form the model of clay particles, M is given by: 



M 



0 - 1/2 . Sin 20 
sin 3 0 



E3 



where 

cos <f> = a/b = in 
45 with 

2a = minor ax is (thickness) of the particle 
2b = 2c = major axis (diameter) of the particle. 
AR = aspect ratio 

(Note that the aspect ratio for kaolin particles is approximated by the ratio b/a). 
so In the case of non-conducting particles K2 = 0 and equations E1 and E2 are significantly simplified. 

However, as will be discussed below, colloidal particles with a surface charge and an associated diffuse 

double layer will have a surface conductivity which will be equivalent to a small, finite value for K2. 

For the experimental configuration in Figure 1, a flowing suspension of dispersed particles will be 

oriented with the particles having their minor axis of revolution (a) perpendicular to the conductivity 
55 measuring electric field and in this geometry the conductivity of the suspension of oriented particles (Ko) is 

given by: 
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1 - o (1 + 2 (K^KJ.B 

1 - Q (1 + 2 B) 

5 

where 



70 1 

B = 

2 + M (K 2 /K : - 1) 

75 with M having the value given above in E3. 

Thus the fractional change in specific conductivity on stopping the flow is given by 

A K - K g - K p 



and is a function of the shape of the suspended particles and the fractional volume they occupy in the 
suspension. 

25 Measured values of the change of conductivity A K between flow and non-flow for one tested range of 
fully deflocculated kaolin particles at 20 wt.% are plotted in Figure 2 as a function of their aspect ratios 
estimated from electron-micrographs. There is a near-linear increase in A K with aspect ratio. If the particles 
are assumed to be non-conducting (i.e. K2 = 0) then the magnitude of A K calculated from E1 and E4 is 
greater by a factor of x3 than the experimental values. However, if a small conductivity value is included for 

30 the particles in the equations, close agreement with experimental values is achieved. The graph of Figure 3 
illustrates calculated values for K2 = 0.1 (K1) i.e. with the particle conductivity being assumed to be a tenth 
of that of the suspending electrolyte as discussed below. 

Mineral particles such as kaolin normally can be considered to have zero conductivity and mica, for 
example, is used as an electrical insulator. To account for an apparent conductivity in suspension we note 

35 that the suspended kaolin particles have a surface charge which produces an associated diffuse, but thin, 
double layer of charge surrounding the particles; this has a higher ionic concentration than the bulk of the 
suspending liquid. This thin layer (estimated as 100 A thick for the case of a 10"" 3 M electrolyte) will have a 
higher conductivity than the bulk electrolyte and will be equivalent in its effect to surface conductivity in the 
particles. Thus in the case of spherical particles it has been shown (James Clerk Maxwell, "A Treatise on 

40 Electricity and Magnetism" Vol. 1 P. 439 - Dover; New York 1954) that the distribution of electric potential 
around a non-conducting particle with a conducting surface layer is similar to that around a simple 
conducting particle; a similar result for oblate spheroids would indicate why the assumption of particle 
conductivity leads to agreement with the measured A K values for the suspensions considered. 

The effect of surface conductance can be assessed by using the expression for spherical particles with 

45 a conducting shell given by Maxwell. In Figure 4 there is shown a spherical particle of radius a and specific 
conductivity K2 surrounded by a conducting shell of thickness t and specific conductivity K3. ~ 

If the interior of the layered particle has zero conductivity and t « a, then the mean particle 
conductivity is given by: 

50 K2 = I 1 K3 

For a double-layer in a 10~ 3 M electrolyte t = 0.01 urn so that for 1 urn kaolin particles the condition t 
« a is met. The surface conductivity can be written as o = tKa and can be obtained, for kaolin, from 
published experimental data. Thus in a suspending fluid with K1 = 51 x 10~ e (ohm -1 cm 1 ) kaolin was 
55 estimated to have a surface conductivity 0 = 0.3 x 10~ 9 (ohm -1 ). 

Writing 0 = t x K3 = 10" 6 x K3 = 0.3 x 10" 9 ohm" 1 

Then K3 = 0.3 x 10" 3 ohm- 1 cm' 1 ] 

Hence 
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K 2 = 2tK 3 = 6 x 1CT 6 ohm' 1 
a 

5 

We can now obtain a value for the ratio of the effective conductivity of the particle to that of the 
suspending fluid as: 

70 K 2 = 6 x 1CT 6 = 0.118 

K x 

51 x icr 6 

75 This is in close agreement with the value found necessary to give agreement between the experimental 
values of A K and the theory of Fricke. 

Thus as can be seen from the above theory and the graphical results of Figures 2 and 3 the differences 
in conductance between the oriented particle suspension and the randomly oriented particle suspension is 
an acceptable measure of the average aspect ratio of the particles in the suspension. As stated the theory 

20 may be incorrect or in need of modification to take account of the shape and material of the particles being 
tested. However, irrespective of the accuracy, or otherwise of the theory, the method may give adequate 
comparative measurements of aspect ratio and measuring equipment can be initially calibrated by using 
known test samples of particles in suspension. 

When using the change in conductivity to compare the aspect ratio of particulate material it is 

25 necessary to use them in aqueous suspensions of known density or weight of suspended material per unit 
volume. The effect of varying the particulate solids in suspension on the percentage change in conductivity 
is shown in Figure 7. It follows closely the trend indicated by the theory above. The solid line curve is the 
least squares polynomial approximation. The suspension concentration at which to operate this method can 
be chosen between a lower limit below which the percentage change in conductivity becomes too small to 

30 measure conveniently and an upper limit above which the concentration is too high for shear forces to 
generate a fully oriented suspension. These values will depend upon the particular nature of the particles in 
suspension. 

Figure 6 shows a graph relating percentage change in conductivity for change in the percentage 
content of kaolin in a kaolin and ground marble mixture of particles in a 20% by weight of solids fluid 

35 suspension. As can be seen the percentage of kaolin varies from 0 to 1 00% with the ground marble content 
therefore varying from a 100 down to 0% in the opposite direction. The ground marble particles are nearly 
spherical particles and the aspect ratio is effectively 2 for such particles. Kaolin particles are platelet-like 
and therefore the aspect ratio increases from the value of about 2 for 0% of kaolin by weight in the mixture 
to the particular average aspect ratio of the pure kaolin suspension with 100% kaolin and 0% calcium 

40 carbonate. The percentage change in conductivity varies in direct proportion to the increasing average 
aspect ratio resulting from the increasing percentage of kaolin in the mixture. Clearly, therefore, it would be 
possible to use the method of measuring the percentage change in conductivity to control blending of 
particulate materials to achieve a desired weight average aspect ration. Whilst blending is displayed by the 
curve showing blending of a mixture of spherical ground marble particles with platelet-like kaolin particles, 

45 the technique can obviously and very usefully be applied to controlling the average aspect ratio of blended 
non-spherical particles of the same chemical nature so as to achieve a particular weight average aspect 
ratio of such particles. For example, kaolin of different average aspect ratios from two different sources 
could be blended to achieve a desired average aspect ratio for use in paper coating. 

In order to evaluate the accuracy of aspect ratio measurements obtained using the apparatus of Figure 

so 1, the results obtained with that apparatus were compared with results obtained on the same samples using 
an electron microscope. The use of an electron microscope to determine the aspect ratio of small particles 
with diameters in the region of microns to sub-micron is thought to give the most accurate measurement of 
aspect ratio and thus provides an appropriate basis for comparison. 

Fractions with a narrow size-range of 5-1 Oum were obtained by gravity sedimentation in water from 

55 several different kaolin samples. Each fraction was sprayed onto a freshly prepared cleaved mica surface 
using a very dilute suspension so that the kaolin particles lie face-down on the flat mica surface with no 
overlapping between particles. 
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A thin layer of gold was then applied to the sample by vacuum evaporation from a point source so that 
the gold atoms impinged on the particles at an angle of 30* from the normal. This produces a shadow at 
one edge of each particle whose length is proportional to the particle thickness. A second coating, this time 
of carbon, is then applied to the samples and they are then examined by back scattered electron imaging. 
5 The contrast in back scattered electron intensity between the gold and non-gold coated regions then 
enables the length of the shadowed region to be measured from the final electron micrographs. The area of 
each particle was determined by direct observation. 

The comparison of aspect ratios determined by the above method and that of the stopped-flow 
conductivity method is illustrated by the data in Figure 8. It can be seen that good correlation between the 
10 two methods is established. 

The method used for orienting the particles in suspension and thereafter producing randomly oriented 
particles is not significant but the shear field system of Figure 1 is very convenient. The other methods of 
orientation mentioned earlier can also be used as can other methods of and apparatus for conductivity 
measurement. 

75 The described process forms a very simple aspect ratio measurement or indication method which is 
both cheap and fast and which is sufficiently accurate for on-line production measurement and/or control. 

The term "measurement" is used broadly herein to cover not only determination of the particular value 
but also the obtaining of an indication of the value or comparative value. In process control no external 
output may be given but a signal corresponding to the aspect ratio may be utilised directly for closed loop 

20 purposes. 

As wall as monitoring blending of particle suspensions to produce a suspension of particles of desired 
weight average aspect ratio, monitoring of mechanically treated particles in suspension can be carried out 
to determine when the mechanical treatment has produced a desired average aspect ratio. 

The specific embodiment described above measures conductivity between the same points with 

25 particles oriented in one direction and then with particles randomly oriented. As mentioned, instead of using 
random orientation for the second conductivity measurement, by application of a suitable field, the particles 
could be oriented in a direction transverse to that of the first measurement. This may be effected by the 
application of a different type of field or of the same field but in a transverse direction to that used in the 
first measurement. In the described apparatus it may be convenient to apply a magnetic or electric field 

30 with no suspension flow to cause particles to orientate in a direction transverse to that caused by 
suspension flow. 

Alternatively a single direction of particle orientation could be used with conductivity measurements 
being taken between two pairs of points at direction transverse one to the other. 

35 Claims 

1. A method of obtaining a measure of the average aspect ratio of non-spherical particles comprising the 
steps of: 

obtaining a fully-deflocculated suspension of the particles; 
40 taking a first conductivity measurement of the particle suspension with the particles having one 

form of orientation between points of measurement of the conductivity; 

taking a second conductivity measurement of the particle suspension with the particles having a 
form of orientation, different from said one form, between points of measurement of the conductivity; 
and 

45 using the difference in the two conductivity measurements as a measure of the average aspect 

ratio of the particles in suspension. 

2. A method according to claim 1 wherein said points of measurement are the same for each conductivity 
measurement and a field is applied to the particle suspension to cause it to take said one form of 

so orientation. 

3. A method according to claim 2 wherein a different field in a direction transverse to said field is applied 
to the particle suspension to cause it to take said different form of orientation. 

55 4. A method according to claim 2 wherein said different form of orientation is random orientation achieved 
by allowing time for said particles to settle into random orientation under Brownian motion. 
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5. A method according to claim 1 wherein a field is applied to said particle suspension to cause 
orientation of particles in a particular direction and wherein said conductivity measurements are taken in 
two different directions relative to said particular direction of orientation so as to produce said one form 
and said different form of orientation between the points of measurement of conductivity. 

5 

6. A method of determining the average aspect ratio of non-spherical particles comprising the steps of: 

producing a fully-defiocculated suspension of the particles; 

orienting the particles in the suspension and measuring the conductivity of the oriented particle 
suspension; 

10 allowing the particles to become randomly oriented and measuring the conductivity of the randomly 

oriented particle suspension; and 

using the difference in the two conductivity measurements to determine the average aspect ratio of 
the particles in the suspension. 

A method of providing a parameter indicative of the weight average aspect ratio of non-spherical 
shaped particles comprising the steps of: 

producing a fully-deflocculated suspension of the particles; 

orienting the particles in the suspension and measuring the conductivity of the oriented particle 
suspension; 

allowing the particles to become randomly oriented and measuring the conductivity of the randomly 
oriented particle suspension; and 

using the difference in the two conductivity measurements as a parameter indicating the average 
aspect ratio of the particles in the suspension. 

A method of producing a fluid suspension of particles having a desired weight average aspect ratio 
comprising the steps of: 

producing a first fully deflocculated suspension of particles having an average aspect ratio greater 
than the desired aspect ratio; 

producing a second fully-deflocculated suspension of particles having a lower than desired weight 
average aspect ratio; 

blending a quantity of one of the suspensions with the other suspension in successive steps; and 
using the method of claim 1 or 2 to determine the average aspect ratio or said parameter after 
each blending step, until the determination indicates that the average aspect ratio corresponds to the 
desired average aspect ratio. 

A method according to one of claims 6 to 8 wherein a field is applied to the suspension as the method 
of orienting the particles in their suspension. 

10. A method according to any of claims 2 to 5 or claim 9 wherein said field or said different field is a flow 
40 shear field. 

11. A method according to any of claims 2 to 5 or claim 9 wherein said field or said different field is an 
electric field. 

45 12. A method according to any of claims 2 to 5 or claim 9 wherein said field or said different field is a 
magnetic field. 

13. A method according to any of claims 2 to 5 or claim 9 wherein said field or said different field is an 
acoustic shear field. 
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